ABSTRACT 

The present invention relates to crosslinked polyvinyl 
alcohol raw cord and method for producing the same, and more 
particularly, to crosslinked polyvinyl alcohol fiber, in which 
PVA resin having a degree of polymerization of more than 1,000 
and a degree of saponification of more than 97.0 mol% is 
dissolved in dimethyl sulfoxide, the solution is subjected to dry 
and wet gel spinning using methanol as a coagulation solution, 
drawn and thermally treated, the resulting polyvinyl alcohol 
drawn yarn with 500-3,000 deniers is twisted to produce a cabling 
yarn, the cabling yarn is plied into a 2 -ply or 3 -ply yarn to 
produce a raw cord, the raw cord is wound on a bobbin for 
crosslinking and crosslinked in an aqueous crosslinking solution 
containing an aromatic aldehyde compound and an acid catalyst. 
Moreover, the present invention relates to a cross linker- 
introducing apparatus, which is used in the above method and can 
effectively induce the crosslinking reaction of the wound raw 
cord . 


